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Hot water-soluble nonwoven fabric production - by melt spinning 
composition containing PVA resin and platiciser to give filaments, 
spraying at nonwoven sheet-forming surface using suction jet and 
bonding 
C1999-1 14482 


The prodn. comprises: 

(a) melt spinning a compsn. of a polyvinyl alcohol-based resin and a 
plasticizer from nozzle holes to obtain a filament group; 

(b) taking over the filament group by means of suction jet; 

(c) spraying the filament group at a nonwoven sheet-forming surface 
by means of injection air flow to form a web; and 

(d) applying bonding treatment to the web. 

USE 

The process produces a hot water-soluble nonwoven fabric used 
in a scrub suit. 
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ADVANTAGE 

The spent hot water-soluble nonwoven fabric is dissolved in hot 
water and allows sterilization. The result disposes the hot water- 
soluble nonwoven fabric without evolving environmental problems. 
The hot water-soluble nonwoven fabric has sufficient water resistance 
to water having body temp., or temps, below the body temp., 
including blood. 
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